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A. MkA. Johnston1  gives  charges   for   concentrate  or  black  sand follows :—
(a) L'liroaxtetl Cotin-nlratc. eft:
Concentrate,        .         .         .         .         .         .    (Kj A.T.
Sodium carbonate,       .         .         .         .         .    0-5    ,,
Borax,.......    <KJ    „
Litharge,    .         .         .         .         .         .         .    2-5    „
Silica,         .         .         .         .         .         .         .    <Kj    .,
Wash slag after fusion with litharge and charcoal.
(b) Ronxted Concentrate, etc.
Concentrate,        ...        1   A.T. (weight before roasting) Sodium carbonate,       .         .        1      ., Litharge,    .         .         .         .        :i Borax,        ....        <>5   ., Silica,         .         .         .         .        u-5   .,
(Partly covering roasting dish.)
Flour,         .         .         .         .        in  to   \"2  grammes,  but varyi
with completeness of roasting
The metallic.s, separated on a 200-jnesh >ieve. are in either case treat separately.
1 A. M'A. Johnston, /;// ordinary assay by fusion, cupellation and parting.     For the assay of such material as black sand (see p.  183), methods have been proposed by 0. Toombs,3 Jas. Gray,4 and A. F. Crosse.5
